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(54) Nickel based superalloys 



(57) This invention relates to niclcel 
based superalloys containing platinum 
group metals and to uses of such alleys. 

In particular, superalloys according to 
the present invention consist apart from 
impurities, of: 

(a) 5 to 25 wt% chromium, 

(b) 2 to 7 vvt% aluminium, 

(c) 0.5 to 5 wt% titanium, 

(d) at least one ofthe metals yttrium 
and scandium present in a total amo jnt 
of 0.01 to3wt%, 

(e) 3 to 15 wt% In total of one or 
more ofthe platinum group metals 
platinum, palladium, rhodium, iridium, 
osmium and ruthenium and 

(f) balance nickel. 

The alloy may also contain Co, W, 
Mo, Hf, Mn, Mg, SI, V, Nb, B, C, Ta, Zr, 
Fe, Re, Th/rare earth metaia or oxides. 
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SPECIFICATION 

Platinum group metal-containing alloys 

5 This invention relates to platinunn group metal- 
containing alloys and to uses of such alloys. In par- 
ticular, the Invention relates to platinum group 
metal-containing superaltoys and to their uses. 
The temi "superallo/' Is applied In the art to com- 

10 plex nickel-and/or cobalt-based alloys with additions 
of such metals as chromium, tungsten, molyb- 
denum, titanium, aluminium and iron and which 
exhibit high values of mechanical strength and creep 
resistance at elevated temperatures and Improved 

15 oxidation and hot corrosion resistance. In the case of 
nickel based superalloys, high hot strength is 
obtained partly by solid solution hardening using 
such elements as tungsten or molybdenum and 
partly by precipitation hardening. The precipitates 

20 are produced by adding aluminium and titanium to 
form the intermetallic compound y\ based on NiaCn, 
Al), within the host material. In the case of cobalt 
based superaltoys, stable metal carbides are inten- 
tionally formed in some instances for secondary 

25 strengthening purposes, solid solution strengthen- 
ing providing the main source of strength. 

The properties of superaltoys In general render 
them eminently suitable for use in corrosive and/or 
oxidising environments where high strength is 

30 required at elevated temperatures. For exampie. In 
the glass industry and particularly In the manufac- 
ture of glass fibre, for example for roof insulation 
material, good hot strength is required combined 
with creep resistance and very high corrosion resis- 

35 tance, the latter because certain elements present in 
glass, notably k>oron and sodium, are extremely cor- 
rosh^e atthe temperature of molten glass. 

Further, superalloys are suitable for use as materi- 
als for fabricating components, such as blades, 

40 vanes and soon, for use in gas turbine engines. 
Such engines for marine use, for example, typically 
operate on low-grade fuel having a relatively high 
sulphur concentration; good hot corrosion resis- 
tance is therefore required under these clrcums- 

45 tancesalso. 

Gas turbines for use In jet aircraft, on the other 
hand, typically operate on high-grade fuel which 
requires that the engine component parts are made 
from material having good high temperature oxida- 

60 tlon resistance. Yet a further use of superalloys is in 
the fuel industry, particularly In coal gasification 
plants which are of increasing potential Importance 
due to the abundance of coal relative to other fossil 
fuels in the earth's crust 

55 There are many variations for coal gasification 
systems but most of them are based on one of two 
classical methods which bssically seek to add hyd- 
rogen to coal to produce pipeline gas containing in 
excess of 90% methane. In the first method, coal is 

60 reacted with steam to fomn synthesis gas, hydrogen 



and carbon monoxide which are then catalytically 
recombined to form methane. The coal/steam reac- 
tion is highly endothermic and requires very high 
temperatures to proceed at practical rates; the 

65 apparatus used is also subject to erosion due to the 
particulate matter entrained in the reaction gas 
stream. In the second method, coal Is subject to des- 
tructive hydrogenation to form methane direcdy. In 
one example of this method, pulverized and pretre- 

70 ated bituminous coal Is reacted et up to about lOOO'C 
at high pressure with hot, raw hydrogen-rich gas 
containing a substantial amount of steam. The pre- 
treatment step consists of mild surface oxidation to 
prevent agglomeration during the hydrogaslfication 

75 step. 

Forthese and other applications, superalloys have 
proved to be indispensable. However, as technology 
advences, ever more rigorous conditions are 
encountered and the demands made upon materials 

80 are in consequence ever more exacting. It has been 
found that there is a limit to the uses of superalloys, 
as the term Is currently understood, in that at ele- 
vated temperatures, say of the order of 1,000'*C, their 
tensile creep strength tends to diminish due to the 

85 phase redissohfing in the y phase. A solution to this 
problem Is proposed in the spedfication of our Brit- 
ish patent No. 1 ,520,630, In which there are 
described and claimed superalloys having additions 
of one or more platinum group metals. The addition 

90 of the platinum group metal has the effect of increas- 
ing the high temperature strength and creep resis- 
tance of the alloy by solid solution hardening and by 
raising the temperature of dissolution of the y as 
well as considerably improving the oxidation and 

95 hot corrosion resistance thereof which are functions 
of surface oxide stability and the ability of the alloy 
to withstand grain boundary penetration. 

We have found, however, that the teaching of said 
British patent specification IMo. 1,520,630, is only a 

100 partial solution in that, although surface oxide stabil- 
ity is provided, the ability of the alloy to restrict groin 
boundary penetration Is not in all cases satisfactory. 
Dispersion-strengthened nickel-base alloys have 
also been proposed in order to Improve high- 

105 temperature creep strength but, since such alloys do 
not contain a / strengthening phase, their low- 
temperature tensile creep strength Is impaired and, 
in any case, there Is only limited l^enefit In oxidation 
or hot corrosion resistance. Dispersion-strengthened 

110 superalloys-^at Is, containing a precipitated / 
phase as well as an oxide dispersion — have also 
been proposed but their benefits have been mainly 
in increasing the mechanical strength. 
It is therefore an object of this invention to 

1 1 5 increase still forther the oxidation and hot 

corrosion^resistance of superalloys, particulariy by 
increasing the ability of the alloy to withstand grain 
boundary penetration. 
Further objects of the Invention are to provide 

120 methods for handling molten glass, for example in 



The drawings originally filed were Infonnal and the print here reproduced is taken fi om a later 

filed formal copy. 

Thia print takes account of replacement documents later filed to enable the application to comply with the formal 

requirements of the Patents Rules 1978. 



2 



GB2033925A 2 



the manufacture of glass fibre, for operating a gas 
turbine and for gasification of coal using structural 
components fabricated from a superalloy having 
improved oxidation- and hot-<:orrosion-resistance. 
5 We have surprisingly found that the objects of the 
invention may be realised by adding either yttrium 
and/or scandium to a platinum metal group metal- 
containing superalloy, particularly of thd type 
described in our British patent No. 1,520,630. 
10 According to a first aspect of the invention, there- 
fore, a superalloy for structural use at elevated 
temperatures and in highly corrosive and/or axldls- 
Ing environments consists of, apart from impurities: 

(a) 5 to 25 wt% chromium, 
15 (b) 2to7wt% aluminium, 

(c) 0,5 to 5 wt% titanium, 

id) at least one of the matais yttrium and scan- 
dium present in a total amount of 0.01 to 3 wt%, 

(e) 3 to 1 5 wt% In total of one or more of the 
20 platinum group metals platinum, palladium, 

rhodium, iridium, osmium and ruthenium and 

(f) balance nicicel 

According to further aspects of the invention, a 
method of handling molten glass, for example In the 

25 manufacture of glass fibre, a method of burning a 
fuel: air mixture in a gas turbine engine and a 
method of producing pipeline gas from coal are 
characterised in that they use apparatus constructed 
from a superalloy consisting of; apart from 

30 impurities: 

(a) 5 to 25 wt% chromium, 

(b) 2 to 7 wt% aluminium, 

(c) 0.5 to 5 wt% titanium, 

(d) at least one of the metals yttrium and scan- 
35 dium present in a total amount of 0.01 to 3 wt%, 

(e) 3 to 15 wt% of one or more of the platinum 
group metals platinum, palladium, rhodiunrv iridium, 
osmium and ruthenium and 

(f) balance nickel. 

40 Superalloys according to the invention may be 
modified by the addition of one or more of the con- 
stituents listed in the following Table In an amount 
from atracetothefigure, in vvt%, stated. 



45 CobaH 


20 


Niobium 


3 


Tungsten 


15 


Boron 


0.15 


Molybdenum 


12 


Carbon 


0.5 


Hafnium 


2 


Tantalium 


10 


IVIanganese 


2 


Zirconium 


1,5 


50 Magnesium 


2 


Iron 


15 


Silicon 


2 


Rhenium 


4 


Vanadium 

55 


2 


Thorium/rare 
earth metals 
or oxides 
therefor 


3 



The yttrium and/or scandium components of 
' alloys according to the invention may be present at 
least in part as their oxides. 
60 Superalloys according to the invention may be 
divided loosely into two groups, known respectively 
as "alumine-formers" and "chromia-formers". 
Alloys in the former group contain an amount of 
aluminium towards the upper end of the range 
65 quoted and tend, on oxidation, to form an alumina- 



rich scale and alloys In the latter group likewise con- 
tain an amountof chromium towards the upper end 
of the range quoted and tend, on oxidation, to form a 
chromia-rich scale. As indicated above, however, the 

70 distinction between the two groups ts not clear-cut 
The following table gives some examples of so- 
called "alumina-formers" according to the inven- 
tion, together with a preferred range of constituents. 
All figures are In wt % and represent nominal conr>- 

75 position, and nickel (not quoted in the table) consti- 
tutes the balance. 
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ALLOY 


RANGE 


A 


B 


C 


D 


E 


Cr 


8.5 


B3 


8.0 


6.0 


9.0 


5 -11 


Al 


5.0 


4.0 


6.0 


6.0 


5.5 


3.5 - 6 


Ti 


2.0 


2.0 


1.0 


1.0 


4.75 


1 - 5 


Y 


0.4 


0.4 




1.0 


0.5 


0.01- 3 


Sc 




0.5 


1.5 






0.01- 3 


Pt 


10.0 


4.0 


8.0 


10.0 


12.5 


3 -15 


Co 


9.5 


9.4 


8.5 


10.0 


14.0 


8 -15 


W 


3.0 


5.0 


3.0 


0.1 




0 - 6 


Ta 


1.0 


1.0 


4.0 






0 - 5 


Nb 


0.5 


2.0 


2.0 


0.1 




0 - 3 


Mo 


0.01 




6.0 


7.5 


3.0 


0-8 


C 


0.15 


0.15 


0.25 


0.1 


0.15 


0 - 0.5 


B 


0.015 


0.015 


0.025 


0.025 


0.015 


0 - 0.15 


Zr 


0.05 


0.05 


0.05 


0.10 


0.05 


0 - 1.0 


Hf 


0.01 




1.5 


0.05 




0 - 2,0 


Si 


1.0 






0.7 




0 - 2.0 


Mn 


1.5 










0 - 2.0 


Mg 






0.05 






0 - 2.0 


fe 


0.05 


0.05 


0.05 


1.05 


0.05 


0 - 1.5 


Re 










2.0 


0 - 4 


Th/rare 










2.0 


0 - 3 


earths 















The following table gives some examples (alloys 
F-M) of so-called "chromia-formers" according to 
the invention, together with a preferred range of 
constituents. Again, all figures are in wt% and rep- 



5 resent nominal composition, and nickel constitutes 
the balance. Alloys N-P are alloys without platinum 
and yttrium and/or scandium and are included by 
way of comparison. 





ALLOY 


RANGE 


F 


G 


H 


1 


J 


K 


L 


M 


N 


0 


P 


Cr 


11.5 


21,5 


14.5 


16.0 


12.1 


12.1 


12.1 


12.1 


12.1 


12.1 


12.5 


10 


-25 


Al 


3.0 


1.4 


4.25 


3.0 


3.4 


3.4 


3.4 


3.4 


3.4 


3.5 


3.5 


1 


- 4.5 


Ti 


4.25 


3.7 


1.75 


3.5 


3.6 


3.6 


3.6 


3.6 


3.6 


4.1 


4.1 


1.5 


- 5.0 


Y 


0.2 




0.5 


0.7 


0.05 


0.1 


0.2 








0.1 


0.01- 3 


Sc 




1.0 












0.1 








0.01- 3 


Pt 


7.5 


10.0 


12.5 


6.0 


4.6 


4.6 


4.6 


4.6 


4.6 






3 


-15 


Co 


7.5 


18.0 


9.0 


8.0 


9.3 


9.3 


93 


9.3 


9.3 


9.0 


9.0 


0 


-20 


W 


3.6 


2.0 




12.5 


3.0 


3.0 


3.0 


3.0 


3.0 


4.0 


4.0 


0 


-15 


Ta 


3.6 


1.4 






3.5 


3.5 


3.5 


3.5 


3.5 


3.9 


3.9 


0 


- 5 


Nb 


0.4 


1.0 


1.75 


1.0 
















0 


- 2 


Mo 


1.8 




1.75 




1.7 


1.7 


1.7 


1.7 


1.7 


2.0 


2.0 


0 


- 6 


C 


0.10 


0.15 


0.25 


0.05 


0.1 


0.1 


0.1 


0.1 


0.1 


0.13 


0.13 


0 


- 0.5 


B 


0.02 


0.01 


0.015 


0.02 


0.014 


0.014 


O.014 


0.014 


0.014 


0.015 


0.015 


0 


- 0.1 


Zr 


0.1 


0.15 


0.05 


0.05 


0.04 


0.04 


0.04 


0.04 


0.04 


0.11 


0.11 


0 


- 1.0 


Hf 


0.8 




1-0 




0.75 


0.75 


0.75 


0.75 


0.75 


0.88 


0.88 


0 


- 1.5 


SI 




1.0 




















0 


- 2.0 


Mn 


1.5 






0.01 
















0 


- 2.0 


Mg 






0.5 


















0 


- 2.0 


Fe 


0.05 


1.0 


0.05 


7.5 
















0 


-15 


Re 




2.5 




















0 


• 4.0 


Th/rare 






2.0 


















0 


- ao 


earths 
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Alloys according to the invention may be prepared 
by standard techniques such as vacuum melting and 
casting of the metallic components. 
We have found that platinum group metal, when 

5 added to superaitoys, tends to partition preferablyto 
the / in the proportion of at least 2:1 . Its presence in 
the y' phase raises the temperature of dissolution of 
the said phase in the y host material thus contribut- 
ing directly to improved mechanical properties to 

10 rather higher temperatures than have been achieved 
hitherto with conventional superalloys. We believe 
thatthe presence of yttrium and/or scandium In 
alloys according to the present Invention influences 
the partition of the platinum group metal and forms 

15 a further phase consisting predominantly of 

yttrium/scandium, nickel and platinum group metal, 
thus lowering the concentration of platinum group 
metal throughout the remainder of the alloy. The 
lower concentration Is nevertheless sufficient to 

20 impartthe normal benefits to the remainder of the 
alloy, while the yttrium/scandium and platinum 
group metal phase tends to provide added protec- 
tion against oxidation and hot corrosion conditions 
by virtue of being present along the grain bound- 

25 aries. 

The following test results have been obtained for 
selected alloys according to the Invention. 
(I) Cyclic oxidation (Table 1 and Rgure 1). 
Each cycle consisted of placing a sample of the 

30 test alloy in a furnace at a temperature of 980X for 
40 minutes and thereafter removing the sample into 
room temperature for 20 minutes. A good result 
would be expected to show a slight weight gain due 
to surface oxidation; a significant weight gain is due 

35 to Intemal oxidation and weight loss is due to spalla- 
tion, tX3th of which are unacceptable. The results 
show that oxidation resistance Is Improved for alloys 
containing yttrium and platinum and slightiy 
Impaired for the alloy (M) containing scandium and 

40 platinum compared with the alloy (P) containing 
yttrium but no platinum. Alloy L (0J2% Y) shovtfs par- 
ticulariy good results. 



TABLE 1 





NO. OF 


SPECIFIC 


ALLOY 


CYCLES 


WEiGHTCHANGE 








K 


0 


0 




186 


+1.13 




218 


+1.24 




332 


4-0.92 


1 


u 


u 




186 


^1.31 




218 


4-0.84 




332 


+1.21 




385 


^•1.20 


M 


0 


0 




186 


+1.77 




218 


-^1.80 




332 


-247 




385 


4-1.80 


P 


0 


0 




186 


+1.70 




218 


+1.80 




332 


+2.05 




385 


+1.70 



(il) Crucible sulphldation (I.e.* hot corrosion) 
(Table 2 and Figures 2-4). 
45 This test was carried out by immersing samples 
for 90 hours in a mixture of sodium sulphate and 
sodium chloride in a ratioby weightof 90:10ata 
tempeniture of 825X. 

TABLE2 





SPEaFIC 


AaOY 


WEIGHT CHANGE 




mg cm"' 


J 


-•0.45 


K 


-0.54 


L 


+0.44 


M 


-0.82 


P 


^71.32 


N 


-0.47 


0 


+ 101.1 



The results demonstrate that the addition of 
50 yttrium (alloy P) to an alloy containing no platinum 
(alloy O) results In a moderate increase in sulphlda- 
tion (i.e., hot corrosion) resistance and that additions 
of platinum and yttrium (alloys J, K and L) and 
platinum and scandium (alloy M) result In outetand- 
55 Ing increases In sulphldation resistance. The benefit 
of platinum and yttrium additions over platinum 
alone (alloy N) Is not apparent from these results, 
but Is nevertheless shown cleariy by Figures 2-4 
which are photomicrographs ("^ 500) of cross- 
60 sections of alloys U M and N after the immersion 
sulphldation test In Rgure 2 (alloy N), the surface 
corrosion scale Is seen to be Invading the mass of 
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the alloy In a direction generally normal to the sur- 
face, thereby providing sites for grain boundary 
penetration leading to ultimate catastrophic failure. 
Figure 3 (alloy L; Pt+Y additions) demonstrates the 
5 beneficial result of adding yttrium to a platinum-con- 
taining alloy in that the scale forms a non*invasive 
discrete layer which shows no evidence of grain 
boundary penetration and as such is protecting the 
mass of the alloy from further attack. Rgure 4 (alloy 

10 M; Pt + Sc additions) is similar to Rgure 3 but the 
boundary between scale and massive alloy is not 
quite so even; conceivably grain boundary attack 
would eventually ensue, 
(iii) Resistance to corrosive atmospheric oxida- 

15 tion/corrosive liquid 

This test was carried out by suspending a flat 
sample of test alloy (alloy A) on one side to an 
atmosphere of air and boric oxide and on the other 
side to air at a temperature of lOSO^C for 50 hours. 

20 The resulting weight change due to the forma- 
tion of an external oxide film was +0.031% and the 
film was very thin and adherent with no evidence of 
pitting. The corresponding alloy without yttrium (not 
listed in the specification) suffered, in a similar test at 

25 1 100°C over 24 hours, a weight loss of 0.04-0.05% 
and the oxide film was less adherent and sustained 
minor damage, in a further test, a crucible nnade 
from alloy A was filled with molten glass and held at 
1100^ for 100 hours. There was no evidence of 

30 attack, either on the inside or the outside of the cruc- 
ible. 
CLAIMS 

1 . A superalloy consisting, apart from impurities, 
of: 

35 (a) 5 to 25 wt% chromium, 

(b) 2 to 7 wt% aluminium, 

(c) 0.5 to 5 wt% titanium, 

(d) at least one of the metals yttrium and scan- 
dium present in a total amount of 0.01 to3 wt%, 

40 (e) 3to15wt%intotalofoneormoreofthe 
platinum group metals platinum, palladium 
rhodium, iridium, osmium and ruthenium and 
If) balance nickel 

2. A superalloy according to claim 1 including 
45 one or more of the constituents listed below and 

present in an amount from a trace to the figure 
stated in wt%: 



Cobalt 20 


Niobium 


3 


50 Tungsten 15 


Boron 


0.15 


Molybdenum 12 


Carbon 


0.5 


Hafnium 2 


Tantalium 


10 


Manganese 2 


Zirconium 


1.5 


Magnesium 2 


Iron 


15 


55 Silicon 2 


Rhenium 


4 


Vanadium 2 


Tborlum/rare 






earth metals 






or oxides 






thereof 


3 



(d) at least one of the metals yttrium and scan- 
dium in a total amount of 0.01 to 3 wt %, 

(e) 3to 15 wt% platinum, 

(f) 8to 15 wt% cobalt and 
70 (g) balance nickel 

4. A super alloy according to claim 3 including 
one or more of the constituents listed below and 
present in an amount from a trace to the figure 
stated in wt%: 

75 

tungsten 6 hafnium 2,0 

tantalium 5 silicon 2.0 

niobium 3 manganese 2.0 

molybdenum 8 magnesium 2.0 

80 carbon 0.5 iron 1.5 

boron 0.15 rhenium 4.0 

zirconium 1.0 thorium/rare 

earth metals 

or oxides 

85 thereof 3.0 

5. A superalloy according to claim 1 or claim 2 
consisting, apart from Impurities, of: 

(a) 10to25wt%chromlum, 
90 (b) 1 to 4.5 wt% aluminium, 

(c) 1.5 to 5.0 wt% titanium, 

(d) at least one of the metals yttrium and scandium 
In an amount of 0.01 to3 wt%, 

(e) 3to 15 wt% platinum, and 
95 (f) balance nickel. 

6. A superalloy according to claim 5 including 
one or more of the constituents listed below and 
present in an amount from a trace to the figure 
stated inwt%: 

100 

cobalt 20 zirconium 1.0 

tungsten 15 hafnium 1.5 

tantalium 5 silicon 2.0 

niobium 2 manganese 2.0 

105 molybdenum 6 magnesium 2.0 

carbon 0.5 iron 1.5 

boron 0.1 rhenium 4.0 

thorium/rare 
earth metals 
110 or oxides 

thereof 3.0 

Primed for Her Majesty sStstionflry Offlcaby The Tweaddala Pnei UxL, 
BerwtelMipon-Tweed. 19B0. 

PuMlshed at the Patent Offiea 2B Southampton Bulldlnoa, Londorv WC2A 1 AY. 
from which copies may be obtained. 



60 

3. A superalloy according to claim 6 or claim 2 
consisting, apart from impurities of: 

(a) 5 to 25 wt% chromium, 

(b) 3.5to 6 wt% aluminium, 
65 (c) 1 to 5 wt% titanium. 
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